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2,3,6-trimethylphenol, in the polyphenylene ether repeating unit. Copolymers of these PPEs with grafted styrene com- 
pounds may also be used. Copolymers obtained by graft-polymerizing a styrene compound such as styrene, a-meth- 
ylstyrene, vinyltoluene, or chlorostyrene to the above-described PPE may be used as the styrene-grafted polyphe- 
nylene ether. 

s [0008] In the process of the present invention, the resin component of the molding material must contain 80 to 1 00 
percent by weight of the above-described PPE resin. If there is less than 80 percent by weight of PPE resin, molding 
material with a heat deflection temperature of at least 1 60°C cannot be obtained, and the resultant resins are unsuitable 
as lamp reflectors. 

[0009] The resin molding material for lamp reflectors prepared by the process of the invention has a heat deflection 

10 temperature of at least 160°C > preferably at least 1 65°C. What is meant here by heat deflection temperature is the 
temperature at which thermal deformation occurs under a load of 18.6 kg/cm 2 measured in accordance with ASTM 
D648. If the heat deflection temperature is less than 1 60°C, sufficient heat resistance for lamp reflectors is not obtained, 
risking misalignment of the optical axis or [reflector] deformation when heated by the burning lamp. As stated herein- 
above, PPE resin must comprise at least 80 percent by weight of the resin component in order to achieve a heat 

15 deflection temperature of at least 1 60°C. 

[001 0] When the resin component of the molding material for lamp reflectors prepared by the process of the invention 
is dissolved in chloroform, it must leave a residue of no more than 0.05 percent by weight when passed through a 325 
mesh screen. To determine if the resin component leaves a residue of more than 0.05 percent by weight when passed 
through a 325 mesh screen, add 1 part by weight of it to at least 1 0 parts by weight of chloroform and dissolve it by 

20 shaking at 25°C for 6 to 1 0 h. What is meant by residue left on a 325 mesh screen is the percentage by weight of the 
total resin component left on the screen (i.e., the residue)! if more than 0.05 percent by weight of residue is left on a 
325 mesh screen, the quality of the moldings surface is not sufficient for lamp reflectors and primer must be applied. 
One means for obtaining less than 0.05 percent by weight of residue on a 325 mesh screen is to melt-knead the resin 
component under conditions in which the heat generated by shearing forces is controlled: namely, to maintain the resin 

25 component at a temperature of 360°C or less while it is melt-kneaded at a specific energy of at least 0.5 kwh/kg. it is 
more preferable to maintain the resin component at a temperature of 350°C or less while it is melt-kneaded at a specific 
energy of at least 0.5 kwh/kg. What is meant here by specific energy is the mechanical energy applied to the melt- 
kneaded material per unit mass, a quantity that is generally determined from the output of the motor and the extrusion 
rate and expressed as kwh/kg. Melt-kneading under conditions such as those described hereinabove controls heat 

30 generated by shearing forces, thereby controlling the production of gel components and carbides by oxidation and 
excess heating. It is also preferred to add various aids such as lubricants and stabilizers to the resin component when 
melt-kneading it. An example of a second means for obtaining the desired residue levels is to remove co-mixed adul- 
terants or gels and carbides produced in processing by filtering the resin component in a molten state, for example, 
running the resin componentthrough a filter medium such as mesh or sintered metal in the final stage of melt-kneading. 

35 When melt-kneading with an extruder, this can be done by, for example, providing a mesh on the die head. There are 
no particular restrictions on the size of the mesh, and, as mentioned hereinabove, the resin component should leave 
a residue of no more than 0.05 percent by weight on a 325 mesh screen when dissolved in chloroform. 
[001 1] In the process of the present Invention, the resin component may also contain polystyrene (PS) resin. Although 
polystyrene resins are known in the art, in the present invention the polymer must contain, In amounts of at least 25 

40 percent by weight, a repeating structural unit derived from an aromatic vinyl compound described by general formula (II): 



(where ft is a hydrogen atom or an alkyl group with one to four carbon atoms, 2 denotes a halogen atom or an alkyl 
substituent with one to four carbon atoms, and p is an integer ranging from 0 to 5). 
55 Examples of such styrenic polymers include homopolymers and copolymers of styrene and styrene derivatives such 
as p-methylstyrene, a-methylstyrene, a-methyl-p-methylstyrene, chlorostyrene, and bromostyrene. In addition, rubber- 
modified polystyrene (HIPS), comprising 70 to 99 percent by weight of the above-described aromatic vinyl compound 
and 1 to 30 percent by weight of a diene rubber, may be used. Examples of diene rubbers comprising the HIPS include 
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homopolymers of conjugated diene compounds such as butadiene, isoprene, and chloroprene; copolymers of conju- 
gated diene compounds and unsaturated nitrlle compounds or aromatic vinyl compounds; and natural rubber. These 
materials may be used singly or In combinations of two or more. Polybutadiene and copolymers of butadiene and 
styrene are especially preferred. 
5 [0012] HIPS can be obtained by emulsion polymerization, suspension polymerization, bulk polymerization, solution 
polymerization, or a combination of these methods. 

[0013] It Is preferred that the resin component contain 0 to 20 percent by weight of polystyrene resin. 
[0014] The resin component may also contain styrenic elastomers for improving impact resistance. Styrenic elas- 
tomers known in the art may be used, examples including styrene-butadiene block copolymers containing at least one 

10 segment each of polystyrene and polybutadiene; styrene-lsoprene copolymers containing at least one segment each 
of styrene and isoprene; and copolymers such as those described hereinabove in which the unsaturated portion is 
selectively hydrogenated. It is preferred that these styrenic elastomers contain 1 5 to 60 percent by weight of polystyrene 
segments. If the polystyrene segment content is too low, compatibility with the PPE resin composition is diminished 
and sufficient impact resistance cannot be obtained. If, on the other hand, the content Is too high, the pliancy imparted 

15 by the elastomer will be lost, and sufficient impact resistance will not be obtained. It is preferred to blend the styrenic 
elastomer in amounts of no more than 20 percent by weight of the entire resin composition. 

[0015] Other polymer components may be copolymerized or blended into the resin component, provided that they 
amount to no more then 20 percent by weight of the entire resin composition. Examples of other copolymerizable or 
blendable polymer components include polyester, polyamide, polycarbonate, polysulfide, polyacrylate, polysulfone, 

20 polyetherketone, polyacryionitrite, and polyolefine. 

[0016] The molding material prepared by the process of the invention may contain other conventionally used additives 
in addition to the resin component. Examples include coloring agents (dyes and pigments), fillers (e.g., carbon black, 
silica, and titanium oxide), agents for imparting heat resistance, antioxidants, antiweathering agents, lubricants, parting 
agents, crystal-nucleating agents, plastlcizers, flame retardants, flowabllity enhancers, and antistatic agents. 

25 [0017] The molding material is prepared by melt-kneading the resin component and the desired additives. A small 
amount of solvent may be used In this process, but it is generally not necessary. Preferred examples of the manufac- 
turing apparatus include extruders, Banbury mixers, rollers, and kneaders, which may be run in a batchwise or con- 
tinuous process. 

30 Examples 

[0018] The present invention is described in further detail hereinbelow by means of working examples, but the in- 
vention is not limited by these examples. 

[0019] The following compounds were used in the working examples. 
35 [0020] Polyphenylene ether resin (PPE): Poly(2,6-dimethyl-1 ,4-phenylene) ether with an intrinsic viscosity of 0.46 
dL/g (chloroform, 25°C), made by G.E. Plastics Japan, Ltd. 

[0021] Polystyrene (PS): Trade name Dick Styrene HF-11 , made by Dainippon Ink Kagaku Kogyo K.K. 
[0022] Hydrogenated styrene-lsoprene copolymer (SIS): Trade name Septon 8006, made by K.K. Kurare. 
[0023] Low-density polyethylene (PE): Melt index (Ml) 20 g/10 min, PES-20, made by Nihon Unika (K.K.). 

40 

Examples 1-2 and Comparative Examples 1-3 

[0024] The components in Table 1 were blended in the proportions shown (by weight), the blend was pelletized by 
melt-kneading in a 50 mm twin screw extruder (temperature setting 300°C) under the conditions shown in Table 1 to 
45 obtain the resin composition (molding material). Test specimens were made by injection-molding the pellets at 320°C 
and subjected to the following battery of measurements. The results are shown in Table 1 . 
[0025] The specimens were evaluated as follows. 

(1) izod Impact Strength 

50 

[0026] Measured in accordance with ASTM D256, using notched specimens 3.2 mm thick. 

(2) Tensile strength 

55 [0027] Measured in accordance with ASTM D638. 
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(3) Elongation at Break 

[0028] Measured in accordance with ASTM D638. 
5 (4) Flexurai Modulus 

[0029] Measured in accordance with ASTM D790. 

(5) Thermal deflection temperature. 

10 

[0030] Measured in accordance with ASTM D648. 

(6) Percent Left on 325 Mesh Screen 

is [0031] Approximately 3 g of the pellets obtained hereinabove were dissolved in 50 mL of chloroform at 25°C, and 
then filtered through a 325 mesh screen. The residue was washed thoroughly with chloroform and precisely measured, 
and its weight was expressed as a percentage of the total weight of the pellets. 

(7) Beam Sharpness 

20 

[0032] A vaporization process was used to deposit aluminum directly on moldings formed in molds that had been 
polished to a mirror finish, and beam sharpness was evaluated visually. O indicates good beam sharpness, A indicates 
some cloudiness, and x indicates a high degree of dispersion. 
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Working Examples 


Comparative Examples j 
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2 


3 i 


Resin Component (Parts by Weight) 












i PPE 


95 


95 


95 


95 


75 ! 


PS 










20 ! 


Hydrogenated SIS 


4 


4 


4 


4 


4 


PE 


1 


1 


1 


1 
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Melt-Kneading Conditions 












i Resin temperature (°C) 


342 


355 


361 


385 


330 ! 


i Screw speed (rpm) 


100 


200 


300 


300 


100 


' Extrusion rate (kg/h) 


40 


40 


40 


130 


40 


i Evaluative Tests 












! Izod impact strength (Kg-cm/cm) 


5.7 


5.2 


5 


4.5 


4 ! 


i Tensile strength (Kg/cm 2 ) 


834 


834 


810 


805 


900 


Elongation at break (%) 


62 


48 


28 


28 


18 


| Flexurai modulus (Kg/cm 2 ) 


23000 


23000 


23000 


23000 


25000 


| Heat deflection temperature (°C) 


187 


188 


187 


188 


158 


! Residue (percentage by weight left on 325 mesh) 


0.011 


0.045 


0.061 


0.083 


0.02 


! Beam sharpness 


O 


O 


A ' 


X 


O 



[0033] Comparative Examples 1 and 2, which left large percentages of residue on 325 mesh during melt-kneading, 
provided poor beam sharpness. They also had poor mechanical properties compared to the working examples. Com- 
parative Example 3, which had a low proportion of PPE in the resin component, had poor heat resistance due to its 
low heat deflection temperature, low Izod impact strength, and low elongation at break. 

[0034] It was found that lamp reflectors molded from the molding materials of Working Examples 1 and 2, herein- 
above, have sufficient beam sharpness, heat resistance, and mechanical properties. Therefore, the resin mold material 
prepared by the process of the invention is suitable for using in lamp reflectors. 
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Claims 

1. A process for making a polyphenylene ether molding material having a heat deflection temperature of at least 
160°C which material when dissolved in chloroform at 25°C in a concentration of no more than 10% by weight, 

5 leaves a residue of no more than 0.05 percent by weight when passed through a 325 mesh screen, comprising 

maintaining a resin containing 80-1 00% by weight of polyphenylene ether at a temperature of no more than 360°C 
while melt kneading at a specific energy of at least 0.5 kwh/kg. 

2. A process according to claim 1 , wherein the polyphenylene ether molding material contains 0 to 20 percent by 
10 weight of polystyrene. 

3. A process according to claim 1 comprising filtering the resin in a molten state. 



15 Patentansp ruche 

1. Verfahren zum Herstellen eines Polyphenylenether-Formmaterials mit einer Warmeverformungs-Temperaturvon 
mindestens 1 60°C, wobei das Material, wenn es in Chloroform bei 26°C in einer Konzentration von- nicht mehr als 
1 0 Gew.-% gelost wird, einen Rest von nicht mehr als 0,05 Gew.-% hinterlasst, wenn es durch ein 325 Maschen- 

20 Sieb hindurchgeht, umfassend das Halten elnes Harzes, enthaltend 80 bis 100 Gew.-% Polyphenylenether bei 

einer Temperatur von nicht mehr als 360°C w&hrend elnes Schmelzknetens bei einer spezifischen Energie von 
mindestens 0,5 kwh/kg. 

2. Verfahren nach Anspruch 1 , worin das Polyphenylenether-Formmaterial 0 bis 20 Gew.-% Polystyrol enthaMt. 

25 

3. Verfahren nach Anspruch 1 , umfassend das Filtrieren des Harzes in einem geschmolzenen Zustand. 



Revendications 

30 

1 . Procede de preparation d'une matiere pour moulage a base de poly(oxyde de phenylene), ayant une temperature 
de deformation a chaud d'au moins 160 °C, matiere qui, lorsqu'elle est dissoute dans du chloroforme a 25 °C a 
une concentration ne depassant pas 10 % en poids, laisse un residu ne depassant pas 0,05 % en poids par 
passage sur un tamis de 325 mesh, procede qui comprend I'etape consistant a maintenlr une resine contenant 

35 80 a 1 00 % en poids de poly(oxyde de phenylene) a une temperature ne depassant pas 360 °C tout en la malaxant 

a I'etat fondu avec une energie specifique d'au moins 0,5 kwh/kg. 

2. Procede selon la revendicatlon 1 , dans lequel la matiere pour moulage a base de poly(oxyde de phenylene) contient 
0 a 20 % en poids de polystyrene. 

40 

3. Procede selon la revendicatlon 1 , qui comprend la filtration de la resine a I'etat fondu. 
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